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(54) SEMICONDUCTOR DEVICE, PROCESS FOR PRODUCING THE SAME, AND PACKAGED 
SUBSTRATE 



(57) A semiconductor device in which a semicon- 
ductor chip 1 is bonded by a metal bond 2 to one sur- 
face of a heat sink 4 formed of a material with a thermal 
expansion coefficient is dose to he semiconductor chip 
1, the heat sink 4 Is glued to a stiffener with a silicon 
adhesive 5 with an elastic modulus of 10 MPa or less, a 



TAB tape 9 is glued to the stiffener 3 with an epoxy 
adhesive 6, and the semiconductor chp 1 is sealed with 
an epoxy sealing resin 8 with an elastic modulus of 10 
QPa or more for protection from outside. 
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Description 

TECHNICAL FIELD 

The present invention relates to a semiconductor 
device and Its manufacturing methcxl, and more partic- 
ularly to a technology which is effectively applied to a 
semiconductor device having an LSI package superior 
in heat radiation and reliability. 

BACKGROUND ART 

Advanced logic devices of late are achieving high 
speed by using higher operation frequencies and multl* 
pie bit signals. However, as the performance of semi- 
conductor cNps improves^ in the conventional 
packages, that is, in packages including a lead frame, 
for example, the package size becomes large due to the 
limits of fabrication of the lead frame. Accordingly, when 
a package is mounted on a mounting board, the area of 
the mounting board occi^ied by the package and outer 
leads increases, so that the merits of high density inte- 
gration of functions are reduced to some extent. Fur- 
thermore, owing to the improvement in the operation 
frequency by enhanced performance and the increased 
number of gates by high density de^'ce integration, 
power consumption Increases. Under this situation, the 
semiconductor chips have come to generate large 
quantities of heat, and it is absolutely necessary to cope 
with the Inaease of pins and develop a lower thermal 
resistance package structure. In the conventional pack- 
ages, sufficient measures for radiation of heat gener- 
ated from the semiconductor chips have not been taken. 
A first technology to solve this problem is disclosed in 
JP-A-07-326625 in which a semiconductor chip (LSI) 
having connection terminals on the whole circuit area is 
mounted by the face-down bonding on a carrier sub- 
strate, and the space between the semiconductor chip 
and the canrier substrate is corrpletely f illed with a seal- 
ing resin. In addition, a heat spreader is provided on the 
reverse side of the semiconductor chip. 

A second technology is revealed In JP-A-06- 
224246 in which the pactoge includes a conductive 
substrate with a cavity for accommodating a semicon- 
ductor chip having a plurality of bonding pads and a flex- 
ible drcuit stacked on the conductive sul^strate. The 
flexible circuit includes a wiring pattern and an area 
array of bumps fonned on the pads on the surface of the 
circuit Urvier those pads, there are a plurality of open- 
ings leading to the flexible drcuit, patterned wiring 
traces to ground and the sut>strate. In stacking the flex- 
ible ctrcurt to the substrate, a conductive adhesive is 
used which feclfitates electrical connection of the 
ground pad whose opening is set in the substrate. 

A third technology is described in JP-A-04-1 19653 
in which a semiconductor chip is installed on a metal 
plate, an insulator is stacked on the metal plate so as to 
surround the semiconductor chip, and patterned outer 



leads for electrical conduction to an external drcuit, 
such as a mounting board, are formed on the surface of 
the insulator. 

A fourth technology is shown in JP-A-05-82567 in 

5 which a package comprises a substrate of ceramic or 
the like having a hole in the center, a cap having a TAB- 
LSI, which is to be connected to the substrate, bonded 
thereto by die bonding and sealing, and a sealing resin 
filled between the substrate and the TAB-LSI in such a 

10 way that the hole of the substrate is dosed air-tightly. 
The die-bonded TAB-LSI is filled with a sealing resin, a 
pressure is applied to the TAB-LSI to conplete the 
bonding and the whole drcuit area of the TAB-LSI Is 
cov^ed with the sealing resin. 

1$ A fifth technology Is discussed in fslikkei Electronics. 
No. 602, issued on February 28. 1994 in which a heat 
radiator plate or the cover is bonded to a semiconductor 
chip (LSI chip) with an adhesive for heat dissipation, 
and the semiconductor chip and soteler terminals are 

so connected using a TAB tape. The TAB tape and the 
semiconductor chip are bonded together by flip chip 
connection, and the space between the TAB tape and 
the semkxmductor dNp is f Oled with a sealing resin. The 
whole package is supported by ^uing the heat racfiatton 

S5 ptete or the cover to the TAB tape with an adhestve. 

Nonetheless, even with the first to fifth technolo- 
gies, if the heat radiation characteristic is given priority, 
the reliability after device-mounting decreases, or if the 
reliability is given priority, great heat radiation character- 

30 istic cannot be obtained. In other words, the contradic- 
tory relation between heat radiation characteristk: and 
reliability has not been overcome. 

More specifically, the high heat radiation character- 
istic depends on a thermal resistance between a dtvp 

35 and a package and a thermal resistance between the 
chip and air. To c^ain a high heat radiation characteris- 
tic, it is necessary to use a high heat-conduction adhe- 
sive between the chip and the package and also use 
high heat-conduction materials for the chip and the 

40 package. 

However, the reliability of the package cannot be 
inproved only by u^ng materials meeting the above- 
mentioned requirement. The present inventors have 
darified that the packages of structures shown in the 

45 first to the fifth technology are unable to sufficiently deal 
with thermal stress due to the heat generated when the 
chip operates or when the chip is mounted on the circiat 
board. 

An object of the present Invention is to provide a 
so semiconductor device adaptable to an increasing 
number of pins, in which high heat radiation characteris- 
tic and high reliability are compatible. Another object of 
the present invention is to provide a semiconductor 
device adaptable to an increasing number of pins, in 
55 which high heat radiation characteristic and hi^ relia- 
bility are compatible. 

The foregoing and other objects and the nov I fea- 
tures of the present Invention will be apparent from the 
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description of the specification and the accompanying 
drawings. 

DISCLOSURE OF INVENTION 

5 

In the semicondiK:tor device according to the 
present invention, a semiconductor chip is bonded by 
metal bonding to one surlace of the heat sink whose 
thermal expansion coefficient is dose to that of the senv 
iconductor chip. The heat sink is bonded to a stiffener 10 
with a silicon adhesive with an elastic modulus of 10 
MPa or less. A TAB tape is bonded to the stiffener with 
an organic adhesive, such as an epoxy resin adhesive. 
The heat sink Is bonded to the stiffener with a silicone 
adhesive of an elastic modulus of 10 MPa or less. The 15 
TAB tape is electrically connected to the electrodes of 
the semiconductor chip. The semiconductor chip sealed 
with a sealing epoxy resin with an elastic modulus of 10 
GPa or mora 

20 

BRIEF DESCRIPTION OF DRAWINGS 

Fig. 1 1s a sectional view of a semiconductor device 
according to a first embodiment of the present 
invention; 2s 
Fig. 2 is a plan view of the semicortductor device 
according to the first emkxDdiment of the present 
invention; 

Rg. 3 is a sectional view of the semiconductor 
device according to the first embodiment of the 30 
present invention, on which heat radiation fins are 
installed; 

Fjg. 4J8 a plan view of a circuit board on which a 
semiconductor device according to the first embod- 
iment is nmunted; ss 
Fig. 5 Is a sectional view taken along lines b-b' in 
Rg. 4; 

Rg. 6 is a process diagram showing the manufac- 
turing process of the semiconductor device accord- 
ing to the first embodiment of the present invention; 40 
Rg. 7 is a sectional view showing a semiconductor 
device according to a second embodiment of the 
present invention; 

Rg. 8 is a sectional view showing the semiconduc- 
tor device according to the second embodiment of 45 
the present invention; 

Fig. 9 is a sectional view showing the semiconduc- 
tor device according to the second embodiment of 
the present invention, on which heat radiation fins 
are installed; so 
Fig. 10 is a process diagram showing the manufac- 
turing process of the semiconductor device accord- 
ing to the second embodiment of the present 
invention; 

Rg. 11 is a sectional view showing the semiconduc- ss 
tor device according to the second embodiment of 
the present invention; 

Fig. 12 is a sectional view showing a semiconductor 
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device according to a third embodiment of the 
present invention; 

Rg. 13 is a sectional view of the semiconductor 
device according to the third embodiment of the 
present invention, on which heat radiation fins are 
installed; 

Rg. 14 is a process diagram showing the manufac- 
turing process of the semiconductor device accord- 
ing to the third embodiment of the present 
invention; 

Rg. 15 is a sectional view showing a semiconductor 
device according to a fourth embodiment of the 
present Invention; 

Rg. 16 is a sectional view showing a semiconductor 
device according to a fifth embodiment of the 
present invention; and 

Rg. 17 is a sectional view showing a semiconductor 
device according to another embodiment of the 
present invention. 

BEST MODE FOR CARRYING OUT THE INVENTION 

The emt)odim6nts of the present invention will be 
described with reference to the acconpanying draw- 
ings. In all tiie drawings for describing tiie embodi- 
ments, the same functions are designated by the same 
reference numerals so as not to repeat tiieir descrip- 
tions. 

Rrsi Emt)odim©Tt 

Rg. 1 is a sectional view (taken along the lines a-a' 
in Fig. 2) showing the semiconductor device, and Rg. 2 
is a plan view of the semiconductor device. 

The semiconductor device according to tills 
embodiment has a package structure of BOA (Ball Grid 
Array) type. This package comprises a semiconductor 
chip 1 having a logic LSI, such as a gate array, formed 
on the prindpat surface of the silicon substrate, a stiff- 
ener 3 sunouncfing the semiconductor chip 1, a heat 
sink 4 for externally radiating tiie heat generated in the 
semiconductor chip 1. a sealing resin 8 for protecting 
the semicondiK;tor chip 1 from the external environ- 
ment, which has wiring 10 formed on one surface 
thereof, and sokler bun^s 7 as lead-out electrodea The 
thicknesses of tiie materials constituting the package 
are 0.28-0.55 mm for the semiconductor chip 1, 0.10- 
0.60 mm for the stiffener 3, 0.10-1.00 mm for ttie heat 
sink 4, and 0.05-0.125 nrun for the TAB tape 9. The 
diameter of the solder bumps 7 is 0.3-0.9 mm. 

The semiconductor chip 1 is bonded to the central 
portion of one surface of tiie heat sink 4 by an Au-Sn 
eutectic altoy 2. The bonded surface of the semiconduc- 
tor chip 1 is a surtece without the LSI. One surface of 
tiie stiffener 3 is glued to tiie peripheral area of one sur- 
face of the heat sink 4 witii a first adhesive 5. The TAB 
tape 9 is glued to tiie other surface of the stiffener 3 witti 
a second adhesive 6. End portions (inner leads) of the 
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wiring 10 formed on the one surface of the TAB tape 9 
are electrically connected to electrodes (not shcwri) of 
the semioomiuctor chip 1. The end portions (inner 
leads) of the wiring 1 0 and the semiconductor chip 1 are 
sealed together by a sealing resin 8. A plurality of solder 
bumps 7 electrically connected to the wiring 10 are 
formed at specified intervals on the other surface of the 
TAB tape 9. TTie region on the other surface of the TAB 
tape 9 where there are no solder bumps 7 Is coated wtth 
a solder resist 21. 

The package in this embodiment uses a metal (Au- 
Sn eutectic alloy 2) to bond the heat sink 4 and the senrv 
{conductor chip 1 together. Therefore, to secure reliabil- 
ity for the Junctton of the two layers, the heat sink 4 is 
formed by a material whose thermal expansion coeffi- 
cient is dose to that of the semiconductor chip 1. In the 
category of materials whtoh have a thermal expansion 
coefficient close to 3 x of the semiconductor 

chip 1 and a high thermal conductivity, there are a Cu-W 
alloy (thermal expansion coefficient of 6 x elas- 
tic modulus of 300 GPa). Fe-based alloy, mullite. AIN, 
cartxxi-based materials, such as diamond. For the 
metal by which to bond the heat sink 4 and the semicon- 
ductor chip 1 together, metate other than Au-Sn eutectic 
alloy mentioned above, such as an Au-Si alloy and a 
high-melting solder, may be used. 

The stiffener 3 to brace the package is formed by a 
material having a thermal expansion coefficient dose to 
the substrate on which the package is mounted. If the 
substrate is formed of a glass epoxy-based material 
(thermal expansion ooefficlent of 10-20 x 10'^/°C; elas- 
tic modulus of 5-30 GPa). the stiffener 3 is formed by a 
glass epoxy nnaterial or a naterial having a thermal 
expansion coefficient similar to the glass ^xy mate- 
rial. Other examples of the material of the stiffener 3 are 
Cu alloy-based materials and organic materials. The 
shape of the stiffener 3 is not limited to the one shown In 
Rg. 1 . but the stiffener 3 may be in any shape so long as 
It surrounds the semiconductor chip 1 . The same shape 
as the stiffener 3 in Fig. 1 can be realized by gluing two 
or more cubes together. 

The first adhesive 5 gluing the stiffener 3 and the 
heat sink 4 together is an adhesive material with an 
elastic modulus lower than that of the sealing resin 8 for 
sealing the semiconductor chip 1 . that is to say. a mate- 
rial with an elastic modulus of 50 MPa or less, desirably, 
10 MPa. The most desiralale sealing resin is a silicon- 
based elastomer with an elastk; modulus of 0.5-10 MPa 
(TX2206 by Toray Industries, for example). The thermal 
expansion coeffident of silicon-based elastomer is 300 
or more X 10'^y^C. 

The second adhesive 6 gluing the stiffener 3 and 
the TAB tape 9 together is an adhesive material with a 
higher elastic modulus than the first adhesive 5. that is. 
an epoxy resin with an elastic modulus of 500-1000 
MPa. for exampla The TAB tape 9 for electrically con- 
necting the semiconductor chip 1 and the solder bumps 
7 is a flexible tape carrier comprising a synthetic resin 



base material having wiring 10 of an etched copper fdl 
attached to one suriace thereof. For the synthetic resin 
t>ase material, for example, a polyimide base material 
(thermal expansion coeffident of 5-20 x ^0'^^C: elastic 

5 modulus of 50-500 MPa), a glass epoxy base material, 
a polyester base material, or the like is used. 

TTie sealing resin 8 for sealing one-end portions of 
the wiring 10 formed on the TAB tape 9 and the semi- 
conductor chip 1 is a resin with a higher elastic moduli^ 

10 than the first adhesive 5 gluing the heat sink 4 and the 
stiffener 3 togetiier, that is. an epoxy seeing resin with 
an elastic modulus of ^30 GPa and a thermal expan- 
sion coefficient of 10-300 x lO'^AC. The nrrost de^rable 
kind of the sealing resin 8 Is an epoxy sealing resin with 

16 an elastic modulus of 10 QPa or more. Other materials, 
including an organic material with an elastic modulus of 
5 GPa or more, such as a phenolic sealing resin or a 
polyimide sealing resin may be used. 

For the lead-out electrodes formed on one surface 

20 of the TAB tape 9, besides solder bumps, various kinds 
of known electrodes adopted for surface mounting by 
area array connection may be used. For example, base 
electrodes having columnar or island-like metal temni- 
nals trended thereto or nothing other than base elec- 
ts trodes may be used. 

According to the semiconductor device In tills 
embodiment arranged as described above, the semi- 
conductor chip 1 and the heat sink 4 are bonded 
togetiier by using a metal material (Au-Sn eutectic alley 

30 2) of a high thermal conductivity, wfiich causes heat 
from the semiconductor chip to be conducted to the 
heat sink 4. thus greatly contributing to heat dissipation 
of tiie semiconductor chip 1. More specifically, in con- 
trast to an Ag-containing organic adhesive (Ag paste) 

$5 witii a thermal conductivity of about 1-50 WAn*K, tiie 
Au-Sn eutectic alloy 2 has a high thermal conductivity of 
about 200 WAn or more, making it possible to sub- 
stantially improve the thermal conductivity compared 
witii the case where an organic adhesive is used. Tf>e 

40 reductbn in the difference in thermal conductivity 
between the heat sink 4 and the semiconductor chip 1 
ensures the reliability of the junction between them. The 
high tiierntal conductivity of both the Au-Sn eutectic 
afloy 2 and tiie heat sink 4 greatly reduces ttie tiiermal 

45 resistance between the chip and the heat sink and the 
tiiermal resistance betwe&i ttie package and the air, so 
tiiat a high heat radiation characteristic can be obtained. 

According to tiie semiconductor devtoe in this 
en^Dodiment since the adhesive 5 is used which has a 

so lower elastic modulus and hence a higher dastic limit 
tiian the sealing resin 8 in gluing tiie heat sink 4 and the 
stiffener 3 togetiier, it is possible to absorb and alleviate 
stresses produced by differences of thermal expansion 
coefficient among the members constituting the pack- 

55 age. Accordingly, it Is possible to prevent a package 
aack or breaking of wiring 1 0 due to tiiermal stress pro- 
duced wh n tiie package is mounted on a drcuit board 
or the LSI operates. 
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Further, according to the semiconductor device in 
this embodiment, since the sealing resin 8 is used which 
has a high elastic modulus to seal the semiconductor 
chip 1 and the wiring 10 (inner leads), the semiconduc- 
tor chip 1 and the wiring 1 0 (inner leads) are fixed firmly 
by the sealing resin 8, so that the wiring 1 0 (inner leads) 
can be prevented from being brolcen by thermal stress. 

As shown in Fg. 3, since radiation fins 11 are 
installed on top of the heat sink 4, the package accoid- 
ing to this embodiment are applicable to multiple pin, 
increased power consunnption LSis. The fins 1 1 are 
formed by a metal material with a high themnal conduc- 
tivity, such as Al, and are attached to the heat sink 4 
using an adhesive such as greasa Or otherwise, the 
fins 1 1 may be fastened to the heat sink 4 with saews. 
The thickness and the shape of the fins 1 1 are not lim- 
ited, but the fins 11 may be divided into a plurality of 
components. Optimum thickness and shape of the fins 
may be selected consklering the generated heat value 
of the semiconductor chip 1 , the material physical prop- 
erties of the heat sink 4, production process, production 
cost, etc. 

Rg. 4 is a plan view showing an exan^le of a con- 
dition in which a semiconductor device according to this 
embodiment is nxxinted on a mounting board 20 to be 
installed in a personal computer or a work station. Rg. 5 
is a sectional view taken along the lines b-b' in Rg. 4. 

In Rg. 5, reference numeral 12 denotes a package 
in this entoJiment and 13 denotes another type of a 
surface-mount package, such as a QFP (Quad Flat 
Package). Besides a gate an-ay sealed in a package 12 
according to this embodiment, other components 
mounted on this mounting board 20 are an MPU and 
logic LSIs sealed with a package such as a QFP or a 
PLCG (Plastic Leaded Chip Carrier), and DRAMs 
sealed with a pad<age such as an SOJ (Small Outline J- 
leaded Package). 

In the package 12 aocording to this eirtsodiment, 
the lead-out electrodes (solder bumps 7) are an^nged 
In a two<Iimenslonal array, so that the pin pitch is wider 
than In a QFP, the percent defective during mounting is 
far lower than in QFPs. A package 12 according to this 
embodiment can be soldered with other types of sur- 
face-mount packages, such as a QFP. by sinruttaneous 
r^kiw, which facilitates nK)unting of devices. 

In the package 12 according to this embodiment, 
since the stiffener 3 for bracing the package 12 is 
formed of a material with a themrial expansion coeffi- 
cient close to the circuit board 20, it is possible to pre- 
vent warping of the package 12 or breaking of a soUer 
bump 7 which are caused by thermal stress produced 
during the operation of the LSI. and on account of this, 
the reliability of connection between the package 12 
and the mounting board 20 can be irrproved. 

The assembly process of the semiconductor device 
according to this embodiment will be described with ref- 
erence to Rg. 6. 

After a stiffener 3 is glued to one surface of a heat 



sink 4 with a first adhesive 5 as shown in Fig. 6(a). a 
semiconductor chip 1 is bonded to tiie central area of 
one surface of tiie heat sink 4 by using an Au-Sn eutec- 
tic alloy 2 as shown in Fig. 6(b). Or othenwise, tiie stiff- 

5 ener 3 may be attached after the semiconductor chip 1 
is bonded to tie heat 9nk4. The tenperature condition 
for bonding using tiie Au-Sn eutectic alloy 2 Is 320 C for 
about 10 min. The bonding temperature condition when 
using a metal other Uian the Au-Sn eutectic alloy 2 is as 

10 follows. If an Au-Si alloy or a high-melting solder Is used, 
ttie bonding temperature is 370''C for about two minutes 
for the former and 300''C for about ten minutes for tiie 
latter. 

As shown in Rg. 6(c), a TAB tape 9 is glued with a 

IS second adhesive to the oth^ surface of ttie stiffener 3 
which has been glued on the one surface thereof to tiie 
heat sink 4. In gluing the stiffener 3 sand the TAB tape 9, 
a known tiiermoconpression method is used. As shown 
in Rg. 6(d), end portions Onner leads) of tiie wiring 10 

20 formed on the TAB tape are bonded to tiie electrodes of 
the semiconductor chip 1 . If this bonding step is done by 
gang bonding. Au bumps or sokier bumps should be 
formed on the electrodes of the semiconductor chip 1 in 
advanca The temperature condition for gang bonding is 

25 500 C for at>out one second. On tiie otiier hand, if tiie 
above bonding step is done by single t)onding, bumps 
need not be formed on the electrodes of tiie semicon- 
ductor chip 1. 

Referring to Rg. 6(e), after tiie semiconductor chip 

30 1 and end portions (inner leads) of the wiring 10 are 
sealed witii a sealing resin 8. as shown in Rg. 6(f). sol- 
der bumps 7 are formed on the TAB tape 9 such tiiat 
tiiey are electrically connected to the wiring 10. To form 
tiie solder burps 7, sokler balls are bonded to tiie TAB 

35 tape 9 and made to reflow at a temperature higher than 
tiie melting point of tiie solder. 

The solder bumps 7 may be formed at tiie final step 
of ttie package assembly process, or just before tiie 
package is mounted to a mounting board. 

40 In the semiconductor device according to tiiis 
embodiment, the TAB tape 9 is used to connect tiie 
electrodes of the semiconductor chip 1 and tiie wiring 
10. so tiiat the wiring 10 can be bonded to the elec- 
trodes of the semiconductor chip 1 by gang bonding. 

45 Therefore, tiie time required for bonding does not 
depend on the number of pins and hence bonding can 
be finished in a short timei 

In the package 12 according to this embodiment, 
since the stiffener 3 for bracing the package 12 is 

so formed of a material having a thermal expansion coeffi- 
cient dose to tiie circuit board 20. it is possble to pre- 
vent the warping of tiie package 12 or the breaking of 
ttie solder bumps 7 which occur due to tiiermal stress 
produced during the operation of ttie LSI. so tfiat the 

55 reliability of connection between the package 12 and 
tiie circuit board 20 can be improved. 
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Second Embodiment 

Rg. 7 is a sectional view of the semiconductor 
de^ce according to a second embodiment of the inven- 
tion. 

In the package in the first enrtx)diment the TAB 
tape 9 is attached to the stiffener 3 for bracing the pack- 
age and the win'ng on the TAB tape 9 Is electricall/ con- 
nected to the electrodes of the semiconductor chip 1 . In 
the package according to the second embodiment, the 
wiring 10 is formed on a stiffener 14 and the wiring 10 
and the electrodes of the sen^conductor chip 1 are elec- 
trically connected through a wire 15. 

The semiconductor ch^ 1 is bonded to the central 
portion of one surface of the heat sink 4. The junction 
surface of the semiconductor chip 1 is a sur^ce where 
there is not the LSI. The heat sink 4 is formed of a nota- 
rial having a thermal expansion coefficient ck>se to the 
semiconductor chip 1 and a high thenrtal conductivity, 
such as a Cu-W alloy, an Fe-based alloy, mullite, AIn or 
a cari^on-baeed material (diamond, for example). For 
the metal for bonding the heat sink 4 and the semicon- 
ductor chip 1 together, a metal other than Au-Sn eutec- 
tic aflpy 2, such as an Au-Si alloy or a Ngh-m^ng point 
solder may be used. 

One surface of the stiffener 14 Is glued to the 
peripheral portion of one surface of the heat sink 4 with 
an adhesive. The semiconductor chip 1 arxi wires 15 
are sealed with a sealing resin 8. On the underside of 
the stiffener 14. a plurality of solder bumps 7 electrically 
connected to the wiring 10 are formed at specified inter- 
vals. 

The stiffener 14 for bracing the package is formed 
of a material having a thermal expansk)n coefficient 
close to the circuit board where this package is to be 
mounted, such as a glass epcxy base material with a 
thermal expansion coefFicient of 10-20 x 10'^/°C and an 
elastic modulus of 1 0-20 QPa. The thickness of the stiff- 
ener 14 is 0.20-1 .00 mm. for exanple. In the stiffener 
14. there is provided a difference In level between the 
re^on where the wires 15 are connected and the region 
where the solder bumps 7 are fomned so that the wires 
15 can be sealed completely when the semiconductor 
chip 1 is sealed with the sealing resin 8. This difference 
in level is formed in such a way as to sunround the senv 
iconductor chip 1. 

The adhesive 5 gluing the stiffener 14 and the heat 
sink 4 together is fomned of a material with an elastic 
modulus lower than the seating resin 8 for sealing the 
semiconductor chip 1. namely. 50 MPa or less, prefera- 
bly 1 0 MPa or less. The most desirable kind of the seal- 
ing resin 8 is a silicone elastomer with an elastic 
modulus of 0.5-10 MPa The sealing resin 8 for sealing 
the semiconductor chip 1 and the vtnres 15 is fbnned of 
a material with an elastk; modulus higher than the adhe- 
sive 5. such as a phenolic sealing resin or a potyimide 
sealing resin with an elastic modulus of 5-30 GPa or 
more. The most desirable kind Is an epoxy sealing resin 



with an elastic modulus of 10 GPa or more. Besides the 
solder bumps 7. other kinds of lead-out electrodes that 
can be formed on the und^side of the stiffener 3 are 
various kinds of known electrodes adopted for surface 

5 mounting by area an^y connection, such as base elec- 
trodes having columnar or islarKlHIke metal termuials 
bonded thereto or nothing other than base dectrodes. 

According to the semiconductor device in the sec- 
ond enrtbodiment arranged as descrtoed. since a metal 

10 material (Au-Sn eutectic alloy 2) with a high thermal 
conductivity Is used to bond the semiconductor chip 1 to 
the heat sink 4. the heat generated in the senuconduo- 
tor chip 1 can be conducted to the heat sink 4 with high 
efficiency, thus contributing a great deal to heat racfia- 

75 tion of the semiconductor chip 1 . By the reduction of the 
difference in thermal expansion coefficient between the 
heat sink 4 and the semiconductor chqp 1 can ensure 
the reliability of the junction between these two layers. 
The high thermal conductivity of both the Au-Sn eutectic 

so alloy 2 and the heat ^nk 4 substantially reduces the 
tiiermal resistance between the dhip and tiie heat sink 
and thermal resistance k>etween the package and the 
air, so that a high heat radiation characteristic can be 
obtained. 

2$ According to the semiconductor device of tiie sec- 
ond embodiment since the adhesive 5 is used which 
has an elastic nrxxlulus lower tiian the sealing resin 8 
and hence a high elastic limit to glue the heat sink 4 and 
the stiffener 14 together, tine stresses produced due to 

30 differences In thermal expansk)n coefficient among the 
members of ttie package can be absorbed and less- 
ened by the adhesive 5. Accordingly, it is possible to 
prevent a package crack or dsconnection of the wiring 
10 due to thermal stress produced when tiie package is 

35 mounted to a circuit board or when the LSI operates. 
According to the semtonductor device of the sec- 
ond embodiment, since the sealing resin 8 witii a high 
elastic nrxxiulus is used to seal the semiconductor chip 
1 and the wires 15, the semiconductor chip 1 arKj ttie 

40 wires 1 5 are fixed firmly by the sealing resin 8. thus pre- 
venting the wires 15 from being broken by tiiermal 
stress. 

According to the semiconductor device of the sec- 
ond embodiment, since the stiffener 15 for bracing the 

45 package is formed of a material witti a tiiermal expan- 
sion coefficient dose to tiie circuit board, the warping of 
tiie package and breaking of sokler bumps 7 due to 
thermal stress produced during tiie operation of the LSI 
can be prevented, tiius improving the reliability of tiie 

50 package and the circuit board. 

In contrast to the package in the first entisodiment. 
in the semiconductor device according to the second 
embodiment the TAB tape 9 is not used, the number of 
parts and tiie number of assembly man-hours can be 

55 reduced. Therefore, tiie manufeicturing cost of the pack- 
age can be decreased compared with tiie package in 
the first embodiment 

As shown in Rg. 8, if tiie difference in level is not 
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provided between the region where the wires 15 are 
connected at the underside of the stiffener 14 and the 
region wliere the solder bumps 7 are formed, the struc- 
ture of the stiffener 14 is sirriplified, so that the rmnufac- 
turing cost of the stiffener 14 can be reduced and 5 
therefore the cost of the package can be reduced. 

As shown in Fig. 9, in the paclcage according to the 
second embodiment by installing heat radiation fins 1 1 
on top of the heat sink 4, the package can be applicable 
to multiple-pin, increased power-consumption LSIs. The 10 
fins 11 are formed of a metal material with a high ther- 
mal conductivity AI, and are attached to the heat 
sink 4 using an adhesive such as grease. Or othenwise. 
the fins 1 1 may be screwed down to the heat sink 4. The 
thickness and the shape of the fins are not limited, but is 
the fffis may be divided into a plurality of corrponents. 
Optimum thickness and the shape may be selected tak- 
ing into account the generated heat value of the semi- 
conductor chip 1 , the material physical properties of the 
heat sink 4, production process, production cost, etc. 20 

With reference to Fig. 10, the assembly process of 
the semiconductor de^ce according to the second 
embodiment will be described. 

As shown in Fig. 10(a), after the stiffener 14 Is 
glued to one surface of the heat sink 4 with an adhesive 2S 
5, the semiconductor chip 1 is bonded to the central por- 
tion of one surface of the heat sink 4 using the Au-Sn 
eutectic alloy 2 as shown in Fig. 10(b). Or othenivise. the 
stiffener 14 may be attached after the semiconductor 
chip 1 is bonded to the heat sink 4. 30 

After the electrodes of the semiconductor chip 1 
and the wiring 10 of the stiffener 14 are connected with 
wires 15 using an automatic wire bonder as shown in 
Fig. 10(c). the semiconductor chip 1 and the wires 15 
are sealed with a sealing resin 8 as shown in Rg. 10(d), 35 
and sokier bunps 7 are formed on the underskle of the 
stiffener 14 as shown in Rg. 10(e). By ad|usting the 
thickness of the sealing resin 8 to eliminate the differ- 
ence in le^el between the underside of the sealing resin 
8 and the imderside of the stiffener 1 4 as shown in Rg. 40 
11, the underside of the package is made flat, which 
facilitates the work of bonding the solder balls to the 
underside of the stiffener 14. The formation of the soWer 
bumps 7 may be done at the final step of the package 
assembly process or just before the package is 4s 
mounted to a circuit board. 

Third Embodiment 

Rg. 12 is a sectional view of the semiconductor 50 
device according to a third embodiment of the invention. 

In a package according to the third embodiment a 
flexible tape (a TAB tape) 19 having wiring 10 formed on 
both sur^ces thereof is glued to one surface of the stiff- 
ener 3 with an adhesive 6 so that the wiring 10 of the ss 
flexible tape 19 is electrically connected to the elec- 
trodes off the semiconductor chip 1 through solder 
bumps 16. The semiconductor chip 1 and the solder 
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bumps 16 are isolated from outside by the sealing resin 
8 filled without leaving any space within the resin-sealed 
region. 

For the base material of the flexible tape 19, like in 
the TAB tape in the first embodiment, a polyimkJe base 
material, a glass epoxy base material or a polyester 
base material is used. The wiring 10 formed on both 
sides of the flexible tape 19 is connected electrically via 
through-hoies 18. A layout of the wiring 10 on one sur- 
face and that of the wiring 1 0 on the other surface of the 
flexible tape 19 are such that they overlap each other. 
Therefore, electromagnetk; induction occurs on the wir- 
ing 10 on either side of the flexible tape 19 by the elec- 
trical characteristics of the cun^ents flowing through the 
wiring 10, and by the interaction of electromagnetic 
induction of the wiring conductors on both sides, their 
inductances are reduced. The flexible tape 19 Is pro- 
vided in its central portion with via holes 17 for exter- 
nally irqecting the sealing resin 8 into a cavity region 
enclosed by the heat sink 4, the stiffener 3. and the seal- 
ing resin 8. A plurality of sokler bumps 7, electrically 
connected with the wiring 10. are fbmrted at specified 
intervals on the underdde of the flexible tape 19. 

The semiconductor chip 1 is t>onded to the central 
portion on one surface of the heat sink 4 with an Au-Sn 
eutectic alloy 2 (or an Au-SI alloy, a high-melting sokler 
or the like). The stiffener 3 for reinforcing the package is 
glued on one surface thereof to the peripheral portion of 
one surface of the heat sink 4 with an adhesive 5 with a 
low elastic modulus. The stiffener 3, the heat sink 4 and 
adhesrves 5 and 6 are fonned of the same materials as 
are used in the first embodiment. 

According to the sen^conductor device in the third 
embodiment arranged as mentioned above, like In the 
first and the second embodiment improvements are 
achieved in the reliability and the heat radiation property 
of the package and the connection reliability of the 
packaged nrwunted on the circuit board. 

As shown in Rg. 13, In the package in the third 
embodiment by installing the heat radiation fins 11 on 
the heat sink 4. the package is applicable to LSIs which 
have multiple pins and consume a larger amount of 
electric power. 

With reference to Rg. 14, the assembly process of 
the semiconductor device according to the third emtxxl- 
iment will be desaibed. 

As shown in Rg. 14(a). a semiconductor chip 1 and 
a flexible tape 19 are electrically connected by the flip- 
chip method. A stiffener 3 is glued to the peripheral por- 
tion of one surface of the heat sink 4 with a first adhe- 
sive 5 as shown in Fig. 14(b). Then, as shown in Rg. 
14(c). a semiconductor chip 1 is bonded to the central 
portion of one surges of the heat sink 4 with an Au-Sn 
eutectic alloy 2. and a flexible tape 19 is glued, using a 
second acftiesive 6. to the other surface of the stiffener 
3 having the heat sink 4 already glued thereto As 
shown in Rg. 14(d), after a sealing resin 8 is filled in the 
cavity region without leaving any space through via 
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holes 17 formed in the flexible tape 19, solder bumps 7 
are formed on the flexible tape 1 9 so as to be electrically 
connected to the wiring 10. 

Fourth Embodiment s 



menis of the invention that were made by the inventor. 
However, the invention is not limited to those enrtbocfi- 
ments. but obviously many modrf ications and variations 
of the invention are possible without departing from the 
spirit or scope of the invention. 



Rg. 1 5 is a sectional view showing the semiconduc- 
tor chip according to a fourth embodiment of the inven- 
tion. 

A silicon adhesive 5 with a low elastic modulus 
does not have a sufficient glueability with respect to the 
sealing resin 8 for sealing the semiconductor chip 1. tn 
this respect, in the fourth embodiment the amount of 
the adhesive 5 Is decreased and instead the sealing 
resin 8 is applied to a part of the junction between the 
stiffener 3 arKi the heat sink 4 (as Indicated with arrows 
in Fig. 15). By so doing, the contact area of the seating 
resin with the stiffener 3 and the heat sink 4 is 
increased, so that the separation of the sealing resin 8 
can be prevented and the reliability of the package is 
inproved. 

Fifth Embodiment 

Rg. 16 Is a sectional view of the semiconductor 
device according to a fifth embodiment of the invention. 

If there is no difference in level between the region 
where the wires 15 are connected and the region where 
solder bumps 7 are formed at the underside of the stiff- 
ener 14 as in the package shown In Rg. 8 of the second 
embodiment, it is necessary to apply the sealing resin 8 
in a great thickness to prevent the wires 15 from bdng 
exposed from the sealing resin 8. In this case, by provid- 
ing a dam 22 on that portion of the stiffener which sur- 
rounds the cavity region, the work of filling the sealing 
resin 8 can be made easy. 

Sixth Embodiment 



INDUSTRIAL APPLICABILITY 

As has been described, the semiconductor device 
10 according to the present Invention has a package struc- 
ture in which the high heat radiation characteristic and 
the high reliability are compatible, and is suitable for 
application as a BGA type package. 



75 Claims 

1 . A semiconductor device comprising: 

a semiconductor chip bonded to a central por- 
20 tion on one surface of a heat sink by metel 

bonding; 

a stiffener glued to one surface of said heat 
sink in such as way as to surround said semi- 
conductor chip; 
25 sokier bumps formed on one surtee of said 

stiffener; 

connection means for electrically connecting 
said sotder bunps and electrodes of said sem- 
iconductor chip; and 
30 a sealing resin for sealing said semkx)nductor 

chp, 

wherein said heat sink is fbnned of a 
material having a themnal expansion coefficient 
close to a thermal expansion coefficient of said 
35 semiconductor chip, and wherein said stiffener 

and said heat sink are glued together with an 
adhesive with an elastic nrKxJulus lower than an 
elastic modulus of said sealing re^n. 



Rg. 17 is a sectional view of the semiconductor 
device according to a sixth embodiment of the invention. 

In the package according to the sixth embodiment, 
the sealing restn 8 is formed of a silicon gel, and the sil- 
icon gel is air-t'ghtly sealed with aluminum can sealing 
material. In the package structured as described, by 
gluing the heat sink 4 to the stiffener 3 with an adhesive 
5 with a k>w elastic modulus, stresses caused by differ- 
ences in thermal expansion coefficient of the respective 
members of the package can be absorbed or relaxed 
with the adhesive 5. Therefore, it is possible to prevent 
package crack or breaking of the wires 15 due to ther- 
mal stress produced when the package mounted on 
the drcuit board or when the LSI operates. 

A TAB tape 9 is glued to the stiffener 3 with an 
epoxy adhesive 6. The semiconductor chip 1 is sealed 
with an epoxy sealing resin 8 with an elastic modulus of 
10 GPa or more for protection against the outskJe. 

Description has been made of prefered entbodi- 



40 2. A senvconductor device according to Claim 1, 
wttere^ the elastic nmlulus of said adhesive is 50 
MPa oc less. 

3. A semiconductor device according to Claim 1, 
45 wherein the elastic modulus of saki adhesive is 10 

MPa or less. 

4. A semk^onductor device according to Claim 2, 
wherein the elastic modulus of said sealing resin is 

so SQPaormore. 

5. A semkx)nductor device according to Claim 2, 
wherein the elastic modulus of said sealing resin is 
10 GPa or more. 

65 

6. A senrticonductor device according to Claim 1. 
wherein said adhesive is formed of a sOioon elas- 
tomer. 
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7. A semicxyiductor device according to Claim 1, 
wherein said etiffener is formed of a material vtnth a 
thermal expansion coefficient close to a thermal 
expansion coefficient of a circuit board for mounting 
said semiconductor device. 5 

8. A semiconductor device according to Claim 1, 
wherein a part of said sealing resin is filled in a part 
of a junctbn between said stiffener and said heat 
sink. 10 

9. A semiconductor device according to Claim 1, 
wherein a heat radiation fin is connected to said 
heat sink. 

15 

10. A semiconductor device according to Claim 1, 
wherein said sealing resin is formed of a silicon gelp 
and is air-tightly closed by a can sealing material. 

11. A semiconductor device according to Claim 1, so 
wherein a dam is provided at the periphery of an 
opening end of said sealing resin. 

12. A semiconductor device according to Claim 1, 
wherein said conn^ion means for connecting said 2S 
solder bumps and said electrodes of said semicon- 
ductor chip is a TAB tape. 

13. A semiconductor device according to Claim 12, 
wherein a plurality of wires famed on said TAB tape so 
and a plurality of said electrodes of said semicon- 
ductor chip are connected by gang connection 
according to a thermocompression method. 

14. A semiconductor device according to Claim 12, 35 
wherein a heat radiation fin is connected to said 
heat sink. 

15. A semiconductor device according to Claim 12. 
wherein the elastic modulus of said adhesive Is 50 40 
MPaorless. 

16. A semiconductor device according to Claim 12. 
wherein the elastic modulus of said adhesive is 10 
MPa or less. 45 

17. A senvconductor device according to Claim 15, 
wherein the elastic modulus of said sealing resin is 
5 QPa or more. 

so 

18. A semiconductor device according to Claim 15. 
wherein the elastic nrxxfulus of said sealing resin is 
lOGPaormore. 

19. A semiconductor device according to Claim 1. ss 
wherein said connection means for connecting said 
solder bumps and said electrodes of said semicon- 
ductor chip are wires. 



20. A semiconductor device according to Claim 19. 
wherein one-end portions of said wires are bonded 
to wiring formed on said stiffener. 

21. A semiconductor device according to Claim 19. 
wherein there is no difference in level between a 
region where said wires are connected and a region 
where said solder bumps are formed at the under- 
side of said stiffener. 

22. A semiconductor device according to Claim 19. 
wherein a dam is provided at the periphery of an 
opening end of said sealing resin. 

23. A semiconductor device according to Claim 19, 
wherein a radiation fin is connected to said heat 
sink 

24. A semiconductor device according to Claim 19. 
wherein the elastic modulus of said adhesive is 50 
MPa or less. 

25. A semiconductor device according to Claim 19. 
wherein the elastic nrtodulus of said adhesive is 10 
MPa or less. 

26. A semiconductor device according to Claim 24. 
wherein the elastic modulus of said sealing resin is 
5 GPa or more. 

27. A semiconductor device according to Claim 24, 
wh^ein the elastic modulus of said sealing resin is 
10 GPa or more 

28. A semiconductor device according to Claim 1, said 
connection means for connecting said solder 
bumps and said electrodes of said semiconductor 
chip is a flexible tape having wiring formed on either 
side thereof. 

29. A semiconductor device according to Claim 28, 
wherein said wiring and said electrodes of said 
semiconductor diip are electrically connected 
through solder bumps formed on a principal surface 
of said semiconductor chip. 

30. A semiconductor device according to Claim 28, 
wherein the wiring on one surface and the wiring on 
the other surface of said flexible tape are laid out so 
that they are at least partially superposed. 

31. A semiconductor device according to Claim 28. 
wherein a heat radiation fin is connected to said 
heat sink. 

32. A semiconductor device according to Claim 28. 
wherein the elastic modulus of said adhesive is 50 
MPa or less. 
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33. A semiconductor device according to Clainf) 28. 
wher^n the elastic modulus of said adhesive is 10 
MPa or less. 

34. A semiconductor device according to Claim 32. 
wherein the elastic modulus of said sealing resin is 
5 GPa or nrwre. 

35. A semiconductor device according to Claim 32, 
wherein the elastic modulus of said sealing resin is 
10 GPa or more. 

36. A senniconductor device comprising: 

a semiconductor chip bonded to a central por- 
tion on one surface of a heat sinl^ k>y metal 
bonding; 

a stiffener glued to one surface of said heat 
sink In such a way as to surround said semi- 
conductor chip; 

solder bumps formed on one surface of said 
stiffener; 

connection means for electrically connecting 
said solder bumps and electrodes of said senv 
iconductorchip; 

a silicon gel for sealing saki semiconductor 
chq):and 

a can sealing material for air-tighUy sealing 
said semiconductor c^ip and said silicon gel, 
wherein said heat sink is fbnned of a nfiaterial 
with a thermal expansion coefficient dose to a 
thermal expansion coefficient of said semicon- 
ductor ch9). and wherein saki stiffener and saki 
heat sink are glued together with an adhesive 
with an elastic modulus lower than an elastic 
modulus of said sealing resin. 

37. A semiconductor device according to Claim 36, 
wherein said oonnectkm means for connecting said 
solder burrps and sani electrodes of said semicon- 
ductor chip are wir^ 

38. A method of manufacturing a semiconductor device 
comprising the steps of: 

bonding a semiconductor chip to a central por- 
tion on one surface of a heat sink with a metal; 
gluing a stiffener to one surface of said heat 
sink wHh an acfliesive in such a manner as to 
surround said semiconductor chip; 
forming solder bumps on one surface of said 
stiffener and electrically connecting said solder 
bumps and electrodes of said semiconductor 
chip; and 

sealing sakl semiconductor chip with a sealing 
resin. 

wherein sakl heat sink is formed of a 
material close to a thennal expansion coeffi- 
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cient of saki semiconductor chip, and wherein 
said adhesive is formed of a material with an 
elastic modulus lower than an elastk: modulus 
of said sealing resin. 

5 

39. A method of manufacturing a semkx>nductor device 
according to Claim 38, wherein a TAB tape is glued 
to the other surface of said stiffener with a second 
adhesive, and wherein said solder bumps and saki 

70 electrodes of said semiconductor chip are electri- 
cally connected through wiring formed on sakJ TAB 
tape. 

40. A method of manufacturing a semiconductor device 
IS according to Claim 38. wherein said solder t>unnps 

and said electrodes of s^d semiconductor chip are 
electrically connected through wiring formed in sad 
stiffener and wires bonded between sead wiring and 
sakl electrodes of saki semiconductor chip. 

20 

41. A method of manufacturing a soniconductor device 
according to claim 38. wherein a TAB tape is glued 
to the other surface of said stiffener with a second 
adhesive, and sakl s^conductor chip is flip-chip 

25 connected onto wiring formed on sakl TAB tape to 
theret^y electrically connect said soUer Iximps and 
saki electrodes of said senticonductor chip. 

42. A mounting board having the semiconductor device 
30 according to Claim 1 and a surfece mount package 

of a kind different from said semiconductor device 
mounted thereon by simultaneous reflow. saki 
nrtounting board being formed of a materia) with a 
thermal expansion coefficient close to a thermal 
36 expansion coefficient of said stiffener of said senn- 
conductor devrce. 
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